

4 QfiBoe I 



Rge-B 28AUa2Sfl3 



PCT/IB.0 3 / 0 3 3 5 2 
,29.07.^ 



INVESTOR W PEOPLE 



The Patent Office 
Concept House 
Cardiff Road 
Newport 
South Wales 
NPIO 8QQ 



I, the undersigned, being an officer duly authorised in accordance with Section 74(1) and (4) 
of the Deregulation & Contracting Out Act 1994, to sign and issue certificates onbehalf of the 
Comptroller-General, hereby certify that annexed hereto is a true copy of the documents as 
originally filed in connection with tihe patent application identified therein. 



In accordance with the Patents (Companies Re-registration) Rules 1982, if a company named 
in this certificate and any accompanying documents has re-registered under the Companies Act 
1980 with the same name as that with which it was registered immediately before re- 
registration save for the substitution as, or inclusion as, the last part of the name of the words 
"public limited company" or thek equivalents in Welsh, references to the name of the company 
in this certificate and any accompanying documents shall be treated as references to the name 
with which it is so re-registered. 



In accordance with the rules, the words "public limited company" may be replaced by p.l.c, 
pic, P.L.C. or PLC. 



Re-registration under the Companies Act does not constitute a new legal entity but merely 
subject^he company to certain additional company law rules. 




Signed l-Q-^eJMJ^ 
Dated 23 July 2003 

BEST AVAILABLE COPV 



An Executive Agency of the Department of Trade and Industry 



f'- , Pal|nti5 Form 1/77 



a.ctl977 



The 

Patent 
Office 



1/77 



Request for grant of a patent r-^^e^f^*^'^ 
(See notes on the back of this form. Ydu cm 
also get an explanatoiyleqflet from thefatent « \\^V 
Office to he^ you jm in Oiis form) \ - I 




The Patent Office 

Cardiff Road 
Newport 

GwentNPlO 8QQ 



1. Your reference 



PHGB 0301O5GBP 



2. Patent application number 

(The Patent Office wiUfiU in this part) 



0315819.3 



POl/7700 0.00-0315819^^ jyj^ 2003 



3. 


Full name, address and postcode of the or of 


UNIVERSITY OF SURREY 


KONINKLDKE PHILIPS ELECTRONICS N. V. 






GUILDFORD 


GROENEWOUDSEWEG 1 






SURREY 


5621 BA EINDHOVEN 






GU2 7XH 


THE NETHERLANDS 




each applicant (underline all sumcanes) 








07419294001 ^-''^^'^^^^^ 




Patents ADP Number (if you know it) 








If the applicant is a corporate body, give the 








country/state of its incorporation 


UWITED KINGDOM 


THE NETHERLANDS 


4. 
5. 


Tide of the invention 

Name of VOUr afrpnt frf'onij hm>i> 


TRANSISTOR 





"Address for service" in the United Kingdom 
to which all correspondence should be sent 
(including the postcode) 



Patents ADP number (if you know it) 



If you are declaring priority jfrom one or more 
earUer patent applications, give the country 
and the date of filing of the or of each of these 
earliCT applications and (if you know it) the or 
each application number 



Philips Intellectual Property & Standards 

Cross Oak Lane 

RedhiU 

Surrey RH15HA 



08359655001 



Couutry 

GB 



Rdlorily Applicadon number 
0218302.8 



Date of Mng 

07/08/2002 



If this application is divided or otherwise 
derived from an earlier UK application, give 
the number and the filing date of the earlier 
application 



Number of earlier application 



8. Is a statement of inventorship and of right to 
grant of a patent required in support of this 
request? (Answer "Yes" ifi 

a) any applicatu named in part 3 is not an inventor, or 

b) there is an inventor wlw is not named as an 
applicant, or 

c) any named applicant is a corporate body. 
See note (d)) 



YES 



Date of filing 
(day/month/year) 



Patents form h 



Patents Form 1/77 



9. Enter the number of sheets for any of the following 
items you are filing with this form. 
Do not count copies of the same document 




Continuation sheets of this form 

Description , 22 

Claims(s) 7 

Abstract ""yD ^ 

Drawings — 13 



10. If you are also filing any of the following, 
state how many against each item: 

Priority Documents 

Translations of priority documents 

Statement of inventorship and right 

to grant of a patent (Patents Form 7/77) 

Request for prelinndnaiy examination and 

search (Patents Form 9/77) 

Request for substantive examination 

(Patents Form 10/77) 

Any other documents 

(Please specify) 



1 1. 1/We request the gr^t of a patent on the basis of this application. 
Signature ^^^,^^^/^^ Date ^yy^ 




12. Name and daytrnGie telephone number of 

person to contact in the United Kingdom 01293 8 1 5280 P L WILLIAMSON 

Warning 

Apf\r rm nppUrntinn fnrn pntfit^f hnv h a^iL^Lidj ^j^ Cnmpfrnllpr nf thp PntPrtt Ofprp M;iU rnnsidp.r wh^thp.r p ithlinatinn 

or communication of the invention should be prohibited or restricted under Section 22 of the Patents Act 1977. You will 
be informed if it is necessary to prohibit or restrict your invention in this way. Furthermore, if you live in the United 
Kingdom, Section 23 of the Patents Act 1977 stops you from applying for a patent abroad without first getting written 
permission from the Patent Office unless an application has been filed at least 6 weeks beforehand in the United 
Kingdom for a patent for the same invention and either no direction prohibiting publication or communication has been 
given, or any such direction has been revoked 
Notes 

a) If you need help to fill in this form or you have any questions, please contact the Patent Office on 0645 500505. 

b) Write your answers in capital letters using black ink or you may type them. 

c) If there is not enough space for all the relevant details on any part of this form, please continue on a separate sheet 
of paper and write "see continuation sheet" in the relevant part(s). Any continuation sheet should be attached to this 
form. 

d) If you have answered "Yes" Patents Form 7/77 will need to be filed 



e) Once you have filled in the form you must remeinber to sign and date it 



1 



PHGB030105GBP 



DESCRIPTION 

TRANSISTOR 

The Invention relates to a transistor, particularly to an Insulated gate 
transistor structure, to a method of manufacturing such a transistor and to the 
use of the transistor. 



Thin film transistors (TFTs) have an active channel in a thin film of 
semiconductor, generally of amorphous silicon, although other materials such 
as poly-slllcon. and organic semiconductors may also be used. Contacts are 
made to both ends of the thin film semiconductor channel, and a gate is 
provided spaced from an intermediate region of the channel by a thin, 
insulating layer. Voltage applied to the gate controls conduction in the channel 
and saturation in the channel occurs when the channel pinches off at the drain. 

TFTs are known either with the gate undemeath the channel, known as 
bottom-gated TFTs, or above the channel, top-gated TFTs. 

A particular application of TFTs is their use in active matrix displays. 
Including the active plates of liquid crystal displays and also including arrays of 
organic light emitting diodes. An array of pixel components may be formed on 
a substrate, for example of glass, to form the display or the active plate of a 
display, and one or more thin film transistors provided at each pixel of the 
display. 

However, the properties of thin film transistors are not Ideal for every 
application. 

Conventional FETs are also known using a semiconductor body but 
again the properties of such FETs are not ideal in every case. 

There thus remains a need for an alternative transistor structure. 

According to the invention there is provided an insulated gate transistor 
that is different In structure and in operation from TFTs. Important structural 
and operational features of such novel transistors in accordance with the 
invention are set out in the appended Claims. 
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In a first aspect, there is provided an insulated gate transistor for 
conduction using charge carriers of a predetermined conductivity type, 
comprising: a semiconductor body layer; 

a source electrode extending across a source region of the 
semiconductor body layer defining a Schottky potential barrier between the 
source electrode and the source region of the semiconductor body layer; 

a drain electrode connected to the semiconductor body layer; and 

a gate electrode for controlling transport of carriers of the predetermined 
carrier type from the source electrode to the source region of the 
semiconductor body layer across the barrier when the source region is 
depleted; 

wherein the gate electrode is arranged in an overlapping relationship to 
the source electrode on the opposite side of the semiconductor body layer to 
the source electrode having a gate insulator layer between the gate electrode 
and the semiconductor body layer; and 

the gate electrode is spaced from the source electrode by at least the 
combined full thickness of the semiconductor body layer and the gate Insulator 
over the whole of the gate-controlled region of the Schottky barrier. 

In another aspect, there Is provided an insulated gate transistor for 
conduction using charge carriers of a predetermined conductivity type, 
comprising: 

a semiconductor body layer having a thickness of at least 10 nm; 

a source electrode extending across a source region of the 

semiconductor body layer defining a potential barrier between the source 
electrode and a source region of the semiconductor body layer, 

a drain electrode connected to the semiconductor body layer; and 
a gate electrode for controlling transport of carriers of the predetermined 
carrier type from the source electrode to the source region of the 
semiconductor body layer across the barrier when the source region is 
depleted; 

wherein the gate electrode Is arranged In an overlapping relationship to 
the source electrode on the opposite side of the semiconductor body layer to 
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the source electrode having a gate insulator layer between the gate electrode 
and the semiconductor body layer; and 

the gate electrode is spaced from the source electrode by at least the 
combined thickness of the full thickness of the semiconductor body layer and 
the gate insulator over the whole of the gate-controlled region of the source 
barrier. 

Transistors in accordance with the invention are based on a principle of 
locating the source electrode opposite the gate electrode, the two sandwiching 
a source barrier, semiconductor body layer and the gate Insulating layer so 
that the current from source to body is controlled by the transmission of 
carriers across the barrier. The current Is thus largely determined by the 
source-gate voltage and is only weakly dependent on the drain voltage. The 
transistor according to the invention will thus be referred to as a "source gated 
transistor" (SGT) In the following. 

The SGT has a high .output impedance and a low pinch off voltage 
compared with a standard thin film transistor (TFT). The low pinch-off voltage 
allows it to be operated with a low drain voltage and consequent low power 
dissipation. 

A further difference is that the SGT should in general presen/e its 
characteristics at smaller dimensions than a FET. This means that it Is useful 
for high speed or small analogue circuits, among many other applications. 

A major difference between an SGT and a TFT is that In a TFT the 
current saturates when pinch-off occurs at the drain and its magnitude Is 
determined by the distribution of camers and the electric field In the channel 
whilst for SGTs the channel saturates when pinch-off occurs at the source and 
its magnitude depends on the magnitude of the electric field at the source 
barrier. The low pinch-off voltage allows the transistor to operate with a small 
drain voltage whilst the high output Impedance can give good results in many 
types of circuit. Including for example current sources, current mirrors, timing 
devices, small signal amplifiers and correction circuits. 

The thickness of the source body region should preferably be sufficient 
that the source region acts as a conventional, depletable region. If the source 



4 



PHGB030105GB 



region Is too thin, quantum effects may come into play such as sharp energy 
levels which may give rise to undesirable effects, such as peaks In the 
response caused by the electron confinement. As the skilled person will 
appreciate, the minimum thickness will depend on the materials used, but a 
preferred thickness of at least 10 nm, in embodiments at least 15 nm or even 
20nm, Is generally sufficient. 

In preferred embodiments, the semiconductor body layer is the sole 
semiconductor layer in the device, doped to provide different source and drain 
regions. In this way, fabrication of the device is straightforward compared with 
the multiple semiconductor layers required In conventional devices. 

Further, the structure of the SGT is well suited to fabrication in thin film 
technology, including using amorphous silicon, polysilicon, and organic 
semiconductors including polymer semiconductors. Thus, the transistor is 
suitable for use in displays and other technologies that presently use 
conventional thin film transistors (TFTs). A relevant figure of merit is the 
voltage gain figure of merit gm/da where gm is the mutual conductance and ga 
the output conductance: the potential voltage gain figure of merit Qm/ga can be 
considerably greater than for a conventional amorphous silicon or polysilicon 
TFT. 

The transistor structure should ensure that the predetermined carriers 
are only caused to enter the semiconductor body layer from the source region 
across a well-defined barrier controlled by the gate. This is achieved by 
ensuring that in the recion of the bodv layer controlled by the g a te, the sourco 
and gate electrodes are spaced apart by barrier layer, semiconductor body 
layer and gate insulator layer. 

To achieve the separation between barrier and gate, in embodiments, 
the source electrode defines a barrier with the semiconductor body layer, and 
in the gate controlled region of the barrier, the barrier extends purely on the 
opposite lateral surface of the semiconductor body layer to the gate electrode. 

Schottky barriers have been used in the past for the source and drain 
contacts to field effect • transistors. - see Sze -Physics of Semiconductor 
Devices, 2nd edition, pages 491-492. Other examples are provided in Uchida 
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et al, Applied Physics Letters volume 76 pages 3992 to 3994 (2000) and In US 
Patent Application US2002/0009833 to Lin et al. In such devices, the gate 
controls a channel as In conventional FETs. In contrast, in a device according 
to the Invention the gate is arranged opposite to the source so that the gate 
voltage controls the source - body barrier height. In general, in the prior art 
devices, the gate is arranged to control the channel between the source and 
drain. In such FETs using a Schottky barrier a metal is used that gives a low 
barrier to current transport when the transistor is switched on so as not to 
impede the current. A p-channel device for example, requires a small barrier 
potential for holes, but also a high barrier to electron so that when a negative 
potential is applied to the gate and the device is switched on the current Is not 
restricted by the contacts, but with a positive potential on the gate, the device 
is switched off and these are large barriers to electrons, and the leakage 
current is small. 

Another prior example. US 5.801,398 discloses a transistor structure 
that has a Schottky source electrode In contact with an end (lateral edge) of 
■ the semiconductor body layer. In US 5,801,398 carriers from the source 
electrode do not need to pass through a well defined barrier, but may instead 
flow into the semiconductor body layer at the end and in effect short the 
source electrode to the semiconductor body layer. In the device of US 
5,801,398 this is intentional; the source is to provide. a conventional source 
contact and the gate controls the channel of the semiconductor device to 
control carrier transport as in conventional FETs using ohmic contacts. 

A convenient Implementation of the Invention uses a metal as the 
source layer, the metal forming a Schottky barrier with the semiconductor body 
layer. The bamer potential Is In this case the Schottky barrier potential. 

Other benefits of the Invention include potentially high voltage gain and 
power gain, high speed and high voltage operation. 

The insensitivity of the source current to the drain voltage allows 
devices to be made with a short separation between source and drain regions. 
Thus, the lateral extent of the intermediate region between the drain region 
and the source region is preferably less than 4 .^m. Such short devices 
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decrease the transit time of carriers across tlie device and increase its speed 
of operation. Unlike the situation in a conventional TFT, where the drain 
voltage degrades the output characteristics of short channel devices, the SGT 
current is not detemnlned by a channel but by the source. 



source. A variety of suitable field relief structures are Icnown, see for example 
Sze, Physics of Semiconductor devices, 2nd Edition, page 299. 

Accordingly, In an alternative aspect there is provided an insulated gate 
transistor for conduction using charge carriers of a predetermined conductivity 

10 type, comprising: a semiconductor body layer; a source electrode extending 
across a source region of the semiconductor body layer defining a barrier at 
the interface between the source electrode and the source region of the 
semiconductor body layer, a drain electrode extending across and connected 
to a drain region of the semiconductor body layer, the drain region of the 

15 semiconductor body layer being spaced from the source region defining an 
intermediate region of the semiconductor body layer between the source and 
drain regions; a gate electrode extending on the opposite side of the 
semiconductor body layer to the source electrode defining a gate-controlled 
region of the semiconductor body layer including at least a part of the source 

20 region; a gate Insulator layer between the gate electrode and the 
semiconductor body layer; and a field relief structure on the edge of the source 
region facing the drain region. 

One approach to field relief is for the source electrode to extend laterally 

across at least part of the intermediate region, separated from the intermediate 

25 region by an insulating layer. This avoids sharp field changes in the 
semiconductor body layer at the edge of the source region and thus increases 
device quality and reliability. 

The height of a Schottky barrier at the source may be controlled by a 
low dose of Implanted ions. This technique allows transistors with different 

30 operating currents to be fomned by varying the height of the barrier. A low 
energy donor Implant reduces the barrier to electrons, and an acceptor implant 
will increase the barrier to electrons. 
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A further use of a donor implant is to introduce donors into tiie 
intermediate region. Effective field relief at the edge of the source can be 
obtained by compensation, particularly in devices using hydrogenated 
' amorphous silicon as the semiconductor body layer. For example, If the body 
is lightly doped n-type, the intermediate region may be provided with p-type 
doping to make it insulating and to provide field relief at the edge of the 
source. 

The drain electrode may make an ohmic contact to the semiconductor 
body layer. Alternatively, the drain electrode itself may make a non-ohmic 
contact to the semiconductor body layer - this latter approach may enable it to 
be made in the same step as the source electrode. 

In embodiments, the transistor includes a pair of drain electrodes and 
corresponding drain regions laterally on either side of the source region. This 
increases the current handling capacity since source current can leave the 
source region to either side of the source region, to either of the pair of drain 
electrodes. 

The transistor according to the invention may be top or bottom gated. 
Thus, the semiconductor body layer may overlie the source electrode and the 
gate electrode may overlie the semiconductor body layer, or alternatively the 
semiconductor body layer may overlie the gate electrode and the source 
electrode may overlie the semiconductor body layer. 

The invention also relates to a transistor circuit having a substrate and a 
plurality of transistors as set out above. The transistors may be arranged as 
an array and may include both n-type and p-type transistors. 

In preferred embodiments, a shallow implant of donor impurities is 
provided under the barriers of p-type and n-type transistors to raise the 
effective barrier height to holes in the p-type transistors and to lower the 
effective barrier height to electrons in the n-type transistors. Conveniently, the 
same donor implant type may be used for both n- and p-type transistors. 

In another aspect, there is provided an insulated gate transistor for 
conduction using charge carriers of a predetermined conductivity type, 
comprising: 
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a semiconductor body layer formed of a film of amorphous silicon, 
polysilicon, or organic semiconductor or polymer semiconductor; 

a source electrode extending across a source region of the 
semiconductor body layer defining a potential barrier between the source 
electrode and a source region of the semiconductor body layer, 

a. drain electrode connected to the semiconductor body layer; and 

a gate electrode for controlling transport of carriers of the predetermined 
carrier type from the source electrode to the source region of the 
semiconductor body layer across the barrier when the source region is 
depleted; 

wherein the gate electrode is arranged in an overlapping relationship to 
the source electrode on the opposite side of the semiconductor body layer to 
the source electrode having a gate insulator layer between the gate electrode 
and the semiconductor body layer; and 

the gate electrode is spaced from the source electrode by at least the 
combined thickness of the full thickness of the semiconductor body layer and 
the gate insulator over the whole of the gate-controlled region of the source 
barrier. 

The invention also relates to a method of manufacturing a transistor as 
set out above, and to the use of such a transistor. 

In another aspect, the invention relates to a method of operating a 
transistor having a source electrode, a drain electrode, a semiconductor body 
layer having a source region in contact with the source -el ectrode and a dra i n 
region in contact with the drain electrode, and an insulated gate opposed to 
the source electrode, the method including: applying a voltage between the 
source, gate and drain to substantially deplete the whole of the source region 
of the semiconductor body layer and to cause carriers to be emitted by the 
source electrode across the barrier and across the depleted source region to 
the drain region and then to the drain electrode. 

In a yet further aspect, the invention relates to a transistor circuit, 
including an insulated gate field effect transistor having a semiconductor body 
layer, a source electrode and a gate electrode arranged in opposed 
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relationship on opposite sides of tlie semiconductor body layer, with a barrier 
between the source electrode and the semiconductor body layer and a gate 
insulator between the semiconductor body layer and the gate, and a drain 
electrode connected to the semiconductor body layer; and a circuit arranged to 
5 apply voltages to source, gate and drain electrodes to deplete the 
semiconductor body layer in the region of the source electrode and to control 
the barrier height of the barrier by the source-gate voltage to control the 
emission of carriers from the source electrode to the semiconductor body layer 
and hence to control the source-drain current by the source-gate voltage. 

For a better understanding of the invention, embodiments will now be 
described, purely by way of example, with reference to the accompanying 
drawings in which: 

Figure 1 shows a first step in the manufacture of a first embodiment of 
15 an SGT according to the invention; 

Figure 2 shows a second step in the manufacture of an SGT according 
to the invention; 

Figure 3 shows a third step in the manufacture of an SGT according to 
the invention; 
20 Figure 4 illustrates depletion in an SGT; 

Figure 5 is a band diagram of an SGT in a condition in which the source 
region is not depleted; 

Figure 6 is a band diagram of an SGT in an operating condition; 
Figure 7 shows the measured transistor characteristics for an SGT; 
25 Figure 8 shows the measured transfer characteristics for the SGT 

measured in Figure 7; 

Figure 9 shows the measured transistor characteristics for a 
comparative TFT; 

Figure 10 illustrates a second embodiment of an SGT; 
30 Figure 1 1 illustrates a third embodiment of an SGT; 

Figure 12 illustrates a fourth embodiment of an SGT; 
Figure 13 illustrates a fifth embodiment of an SGT; 
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Figure 14 illustrates a sixth embodiment of an SGT; 

Figure 1 5 illustrates a seventh embodiment of an SGT; 

Figure 16 Illustrates an eighth embodiment of an SGT;' 

Figure 1 7 illustrates a ninth embodiment of an SGT; 
5 Rgure 18 illustrates a tenth embodiment of an SGT.' 

Figure 19 Illustrates a eleventh embodiment of an SGT; 
Figure 20 Illustrates a twelfth embodiment of an SGT; ' 
Figure 21 illustrates a thirteenth embodiment of an SGT; 
Figure 22 illustrates a fourteenth embodiment of an SGT; 

10 "^'Sure 23 Illustrates a fifteenth embodiment of an SGT; ' 

Figure 24 Illustrates a sixteenth embodiment of an SGT; 

Figure 25 illustrates a seventeenth embodiment of an SGT; 

Figure 26 illustrates an eighteenth embodiment of an SGT- 

Figure 27 illustrates a nineteenth embodiment of an SGT; and 
15 Figure 28 illustrates a twentieth embodiment of an SGT. ' 

The figures are purely diagrammatic and not to scale. Like or similar 
components are given the same reference numerals in different figures. 

A first embodiment of the Invention, its manufacture and properties will 
20 now be discussed with reference to Figures 1 to 3. 

Thus. Figure 3 illustrates a first embodiment of an n-type conduction 
SGT. ,.e. transistor conduction is using electrons. The transistor Is formed on 

^"^^^'•^te 2. Semioonduotor body layer 10. with a sou. o e eleuUode 22 extends 

laterally across a depletable source region 32 of the semiconductor body layer 
25 10. defming a barrier 48 at the Interface between the source electrode 22 and 
the source region 32 of the semiconductor body layer. A pair of drain 
electrodes 24 are provided, each extending laterally and being connected to a 
dram region 36 of the semiconductor body layer. The drain region 36 of the 
semiconductor body layer is spaced laterally from the source region 32 so 
^0 defining an intemiediate region 34 of the semiconductor body layer between 
the source and drain regions. 
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In the present invention tlie barrier Is a Schottky barrier and an 
implantation 6 is provided in the semiconductor body layer 10 to control the 
height of this barrier. 

On the opposite side of the semiconductor body layer to the source 
5 electrode, there is a gate electrode 4 in an overlapping relationship to the 
source electrode 22 and having a gate insulator layer 8 between the gate 
electrode 4 and the semiconductor body layer 10. This overlapping Insulated 
gate electrode 4 is coupled to the source barrier 48 only through the thickness 
of the semiconductor body layer 10 and gate insulator 8 so that, when the 

10 source region 32 is depleted, voltage applied to the gate electrode 4 controls 
transport of carriers of the predetermined carrier type across the barrier 48 
from the source electrode 22 to the source region 32 of the semiconductor 
body layer 1 0. Passivation layer 20 is provided over the top surface. 

Viewed from another perspective, the SGT of Figure 3 comprises a 

15 semiconductor layer iO that provides a body portion 32,34 of the transistor 
between a source 22 of the electrons (i.e. the conduction carriers of the 
predetermined conductivity type of the transistor) and a drain 24,34 for these 
charge carriers. The insulated gate of the SGT comprises a gate electrode 4 
coupled to a region 32 of the body portion 32,34 via an intermediate gate- 

20 dielectric layer 8. The source comprises a barrier 48 to the said carriers 
between a source electrode 22 and the semiconductor layer 1 0. This barrier 
48 inhibits carrier flow from the source 22 Into the body portion 32,34 except 
as controlled by the insulated gate 4,8. The source 22 and the insulated gate 
4,8 are located at respective opposite major sides of the semiconductor layer 

25 10 in an opposed laterally-overlapping relationship which separates the source 
22 from the insulated gate 4,8 by at least an intermediate thickness of the 
body portion 32,34 between the opposite major sides of the semiconductor 
layer 10. The laterally-overlapping insulated gate 4,8 is coupled to the source 
barrier 48 via this intermediate thickness of the semiconductor layer. 10. Upon 

30 depletion of the region 32 across the Intermediate thickness of the 
semiconductor layer 10 from the insulated gate 4,8, this coupling permits the 
voltage applied between the gate and source electrodes 4 and 22 to control 
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transistor conduction by controiled emission of said carriers (for example, by 
tiiermionic-field emission) across the source barrier 48. 

In order to encourage conduction across the main part of the barrier 48 
(i.e. rather than conduction at the barrier edge), it is advantageous for the 
5 source barrier 48 to be provided with field-relief at least at the lateral edge of 
the source barrier 48 facing the drain 24,34. One such field relief measure 
(using compensation doping) is incorporated in the Figure 3 embodiment: the 
compensation doped region 38 provides field relief. 

The following process (illustrated in Figures 1 to 3) was used to 
10 fabricate the Figure 3 transistor: 

A bottom gate 4 was deposited and patterned using a first mask on a 
glass substrate 2. Then, a 300nm silicon nitride gate insulation layer 8 and a 
150 nm undoped hydrogenated amorphous silicon layer 10 to act as the 
semiconductor body were deposited using known techniques. A second mask 
15 was used to define silicon islands above the gate electrodes. A dose of 1x10^* 
cm"^ phosphorous 6 was implanted into the surface at 10 KeV to control the 
source barrier height. This technique is explained in more detail in 
US3,943,552 to Shannon et al. 

A chromium metal layer 18 was deposited onto the structure and 
20 defined using a third mask to define a source electrode 22 and a pair of drain 
24 electrodes spaced away from the source electrode 22 on either side of the 
source electrode 22. A boron difluoride implant 38 of 1x10^^ cm"^ at 12 KeV 

was mad e using tho sourc e 22 and drain 24 elect r odes f or autoa l ignment, the 

boron implant 38 compensating the phosphorous. The boron implant is into 
25 the intermediate region 34 of the amorphous silicon layer 10, between the 
source region 32 in contact with the source 22 and the drain region 36 In 
contact with the drain. A passivation layer 20 was deposited over the top of 
the structure. The structure was annealed at 250''C for 30 minutes to activate 
the implanted phosphorous and boron. 
30 Further details of the compensation technique used may be found in US 

5,047,360 to Nicholas assigned to US Philips Corp. 
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Any other processing required for other components is then carried out 
and the device packaged. The skilled person will be aware of many different 
types of device that may need transistors, including for example the active 
^ plate of a liquid crystal display or a light emitting diode display. The transistor 
5 may be used in such a display as part of the correction circuit in each pixel. 
The transistors may also be used as low current amplifiers in imaging arrays. 

The chromium of the source 22 and drain 24 electrodes made a 
Schottky barrier to the amorphous silicon body. The phosphorus doping Is 
used to achieve a suitably low Schottl<y barrier height for electrons to enable 
10 high current operation at low gate voltages. As will be appreciated by the 
skilled person, the phosphorous doping may be varied to fine-tune the 
Schottky barrier height and hence the gate voltage needed. 

Figures 4, 5 and 6 illustrate the mechanism of the SGT. 
Figure 4 shows the depletion region in the source region 32 adjacent to 
15 the source at two different drain source voltages. First depletion region 37 
(shown with vertical shade lines) is the depletion region for a low magnitude 
drain-source voltage insufficient to deplete the whole thickness of the source 
region 32. Second depletion region 39 (shown with horizontal shade lines) 
shows the depletion region for a higher magnitude drain-source voltage 
20 sufficient to wholly deplete the full thickness of the source region 32,a dn to 
extend a little way into intermediate region 34 towards drain region 36.. 

Figure 4 also schematically illustrates voltage source 33 for maintaining 
the source-drain voltage and voltage source 35 for maintaining the source- 
gate voltage. The voltage source 33 supplies sufficient voltage to fully deplete 
25 the source region, and voltage source 35 applies a variable voltage to control 
the source-drain current. 

Figure 5 is a band diagram for the partially depleted case and Figure 6 
is a corresponding band diagram for the saturated, fully depleted case. In 
each case, the band diagram shows the bands between source and gate i.e. in 
30 the source electrode 22, semiconductor body layer 10, gate insulator 8 and 
gate 4, together with the drain voltage which is also indicated. As will be 
appreciated by the skilled person, sufficient drain voltage for pinch-off depletes 




14 



PHGB030105GB! 



the whole source region (Figure 6) and In this condition the effect of an 
increase in gate voltage will be to reduce the effective height of barrier 48 at 
the Schottky source by increasing the electric field at the metal-semiconductor 
interface. This increases the current across the barrier. 

In an SGT there may be a significant capacitance between drain and 
gate Cqd- For this reason, in practical devices the gap between source and 
drain is preferably reduced. Since in the operating condition the distance 
between the depleted region and the drain region is not important, this region 
can be made short in SGTs without significantly affecting performance. For 
example, the intermediate region between source and drain may have a lateral 
extent less than 5 pm, preferably in the range 0.5pm to 2.5 pm. 

The characteristics of a SGT with a SOOjim source width (perpendicular 
to the source-drain direction) were measured and are shown in Figures 7 and 
8. The semiconductor body layer had a thickness of 100nm, the gate was 
300nm thick SiN and the source doping was as in the example of Figures 1 to 
3. The characteristics scaled with source width and were minimally affected by 
the source-drain separation down to 2^m separation. This shows that the 
source barrier is well screened from the drain field. For comparison a TFT was 
made with the same deposited layers as the SGT, operating at a similar 
current level. The characteristics of this TFT are illustrated in Figure 9. 

It is seen that the pinch-off voltage is much greater for the TFT than for 
the SGT. For example, with 12 V on the gate the SGT could be operated as 
-^tfr ai n plif i er down to a drain voltage of 2V whi le-the TFT would nood 8V. 

Note that after pinch-off the current is largely Independent of the drain- 
source voltage. Changes in the drain voltage have very little effect on the 
conduction, since such changes hardly effect the injection of carriers over the 
barrier. This gives rise to the very flat curves seen in Figure 7, I.e. to a very 
high output impedance, of order 10^ Q. The pinch off voltage may also be 
seen to be small, in the range 0.5V to 2.5V for the device tested. This Is much 
lower than for the conventional TFT tested, as may be seen from Figure 9. 
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The skilled person will appreciate that the invention is not limited to the 
structure described above, and some other structures in accordance with the 
invention will be described below. 

In a second embodiment of the invention, shown in Figure 10, a further 

5. bottom gated structure is shown with gate 4 on substrate 2. This structure 
differs from that of Figure 1 in important respects. The drain region 36 is 
doped strongly n-type, so that the drain contact 24 makes an ohmic contact to 
the drain region instead of a Schottky contact as in the embodiment of Figure 
1 . Further, a field insulator 42 is provided over part of the intermediate region 

10 34 of the amorphous silicon body layer. 10, and the metallisation 18 extends 
beyond the source electrode 22 over this field insulator 42 to form a field plate 
44. The purpose of the field plate 44 is to provide field relief at the edge of the 
source using the drain so that the field at the periphery of the soured is 
insensitive to the voltage on the drain electrode 24. 

15 it will be noted that in this embodiment the whole of the lateral extent of 

the gate 4 lies under the source electrode 22. Thus this arrangement has 
effectively no channel region whatsoever directly over the gate - the 
intermediate region 34 is laterally spaced from the gate. As will be 
appreciated, this is very different from a conventional TFT in which the effect of 

20 the gate on the channel provides the bulk of the current modulation. 

A further bottom gated embodiment is shown in Figure 11. In this 
embodiment, compensation doping 38 is used as in the embodiment of Figure 
3 instead of a field plate as in the embodiment of Figure 10. Further, in this 
embodiment the gate 4 extends laterally beyond the Schottky source 22 under 

25 the intermediate region 34 with the compensated implant 38 in the 
semiconductor body 1 0. The uncompensated donor implant 6 lies under the 
source 22 and drain 24 electrodes in the source region 32 and drain region 36 
where it controls the Schottky barrier height and the magnitude of the current. 
This embodiment can be made using a low number of masks. 

30 Referring to Figure 12, the invention is also applicable to a top gated 

structure. In the structure of Figure 12, the source metal 22 is deposited 
directly on a glass substrate 2 followed by insulator 52. Insulator 52 is then 
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patterned to have a source contact hole 50. An amorphous silicon layer 10 Is 
then deposited over the substrate, making contact to the source metalisation 
22 through the source contact hole 50. A thin silicon nitride layer 8 is then 
deposited and patterned, and a gate 4 is provided over the source contact hole 
5 50. Further, the drain region 36 of the amorphous silicon layer 10 is doped 
highly n-type and an ohmic drain contact 54 is deposited in contact with the 
drain region. 

It will be noted that in this device gate 4 does not extend over the 
intermediate region 34 between source region 32 and drain region 36. 

10 In an alternative embodiment, illustrated in Figure 13, the gate 4 

extends laterally sideways over insulator 8, which in turn defines a wider 
source region 32. Further, in this embodiment the ohmic drain contact 54 of 
the Figure 12 embodiment is replaced by a Schottky drain contact 24. 

In both of the embodiments of Figures 12 and 13 part of the insulating 

15 layer 52 at the edge of the source contact hole 50 acts as a field insulator 42 
to ensure that part of the source electrode 22 acts as a field plate 44 below the 
intermediate region 34 of the amorphous silicon layer 10 and thus making the 
source field less dependent on the voltage applied at the drain. 

It will be noted that the arrangements of Figures 10 to 13 are essentially 

20 single sided in that there is a single drain electrode 24,54 arranged laterally of 
the source with a single intermediate region 34. In contrast the arrangement 
of Figure 3 has a pair of Schottky drain electrodes 24 arranged one on either 
QjHo r>f th^ gr^hr>ttu ^ / Qo iir rp an d ga t ft , fin s i i rlnn th a t there a rp t\ftfo i n t e rmfidi a te 
compensated regions 38. As illustrated in Figure 14, such an arrangement is 

25 not limited to the bottom gated arrangement of Figure 3. 

Rgure 14 shows a top gated structure having a pair of ohmic drain 
contacts 54 an-anged on either side a top gate 4 which is in turn arranged 
above gate insulator 8, semiconductor body layer 10 and source electrode 22 
through contact hole 50 in insulator 52. This arrangement provides an 

30 excellent device because the ohmic drain contacts reduced as far as possible 
any on-resistance. Again, field relief at the edge of the source is provided by a 
field plate. 
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Figure 15 shows an alternative implementation. In this arrangement, 
bottom source and drain Schottky contacts 22, 24 are arranged under 
insulating layer 52 defining source contact hole 50 and drain contact hole 56. 
These are followed by an amorphous silicon body layer 10, a silicon nitride 

5 gate insulation layer 8 and the gate contact 4. Field relief is provided by field 
plates 44 at source and drain. This approach is very easy to manufacture. 

A yet further approach is illustrated in Figure 16. In this approach, the 
gate is formed by a hydrogenated amorphous silicon layer 60 with a silicide 
layer 62 fomned on the top. Gate insulator 8 and semiconductor body layer 10 

10 are formed by deposition over the step of the layer. The vertical step 
configuration produces a short gap between source 22 and drain 24 which 
depends on the thickness of the layer 60. 

The previous embodiments have been illustrated for the case of 
amorphous silicon as the semiconductor body. However, the invention is also 

15 beneficial using polysilicon as illustrated in Figure 17. Figure 17 shows a 
device formed on substrate 2. After gate electrode 4 and silicon dioxide gate 
insulating layer 8 are formed a polysilicon layer 70 is deposited. At the edge of 
the source, the polysilicon layer 70 is etched to have a step 71 so providing 
field relief at the edge of the source electrode. Schottky source electrode 22 

20 and drain electrode 24 are provided as before with a shallow implant 6 used to 
control the height of the Schottky barriers. 

In the above embodiments, electrons have been the dominant charge 
carrier. However, the device may also use holes as the principal charge 
carrier. As illustrated in Figure 18, a bottom gate 4 is covered by gate insulator 

25 8 and in turn by polysilicon layer 70. The polysilicon layer 70 has a p+ doped 
drain region 36 under ohmic drain electrode 54 and an n source region 32 
separated by a narrow intermediate region 34 under a field plate 44 extension 
of the Schottky source electrode 22, the field plate 44 being separated from 
the intermediate region 34 by field insulator 42. A p-n junction 72 is 

30 accordingly provided in the polysilicon layer 70 - the gate 4 underlies this p-n 
junction 72 to provide a path in this region and ensure that holes can cross the 
p-n junction when the transistor is switched on. 
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The material of the Schottky source electrode 22 is chosen to present a 
barrier for holes of between 0.25 and 0.75 times the band gap.. For a high 
barrier, for p-type transistors, a different source electrode material is chosen, 
and magnesium, eriDium or Indium tin oxide may be used. Such materials 
may have a smaller work function than those used for n-type earner transport. 

Note that in this embodiment the source region 32 is still doped lightly 
doped n-type, although it could also be undoped or even lightly doped p-type. 

Figure 19 shows a complementary transistor pair implemented In 
polysilicon. An n-type source gated transistor 1 40 and an p-type source gated 
transistor 142 are formed on a common substrate 2. Gates 4 are formed on 
the substrate, followed by insulator layer 8 and semiconductor body layer 10. 
The semiconductor body layer is doped p-type In first source region 144 in the 
n-type SGT 140 and n-type in a second source region 146 to form the source 
region of the p-type SGT 142. Trench 148 separates the n-type and p-type 
SGTs 140,142. An n+ drain region 152 is Implanted to form the drain of the n- 
type SGT 140 and a p+ drain region 154 is implanted to form the drain of the 
p-type SGT 142. 

Each SGT 140,142 has a source contact 156,158 which forms a barrier 
at the respective source 1 44, 1 46. 

An implant 150 is implanted at the barrier of each transistor. Most 
metals make a high barrier to electrons and a low barrier to holes so the 
implant 150 is used to lower the source electrode barrier of the n-type SGT 
140 an' l t hP Qnii rrP Piprt r ode barrier of the p-ty p e SGT 1 4 2 , 

In a preferred embodiment, both implants are the same - both require 
the implantation of donors. For example, a lOkeV implantation of 
phosphorous may be used. 

This embodiment allows the straightfonward manufacture of 
complementary SGTs on a single substrate, which may be required in some 
applications. 

The barrier between the source and the semiconductor need not be a 
Schottky barrier, but a heterojunction barrier layer may also be used. Figure 
20 illustrates a device having a polysilicon layer 70 with an amorphous silicon 
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layer 78 deposited on top. The source electrode 22 is a metal contact. 
Bottom gate 4 is separated from the polysilicon layer 70 by gate insulator 8 as 
before. Because amorphous silicon has a wider band gap than polysilicon, the 
^ amorphous silicon layer 78 forms a barrier between the metal source electrode 

5 22 and the polysilicon layer 70 that functions in like manner to the Schottky 
barrier in the previously described embodiments. Note that field insulator 42 
,is provided at the edge of the source between the amorphous and polysilicon 
layers 70,78 to form field plate 44 

A top gated heterojunction arrangement Is illustrated in Figure 21. In 

10 this case, a single amorphous silicon layer 80 is deposited on top of the source 
electrode 22. A laser is then used to crystallise the top part of the amorphous 
silicon layer 80, leaving a polysilicon layer 84 overlying an amorphous silicon 
layer 82. A drain electrode 24, silicon dioxide gate insulator 8 and gate 4 are 
then provided as before. As will be appreciated, the need to use only a single 

15 semiconductor layer makes manufacturing of this device much easier. 

Figure 22 illustrates a further arrangement, in which a top gate 4 on 
gate insulator 8 extends beyond the source electrode 22 and approaches the 
drain electrode 24. In this case, the drain contacts an n+ polysilicon layer 85 
underlying the drain electrode 24. The remainder of the polysilicon body layer 

20 70 is doped lightly p-type or undoped so that a p-n junction 72 fomis between 
the drain region and the remainder of the polysilicon layer. 

A similar an-angement is illustrated in Figure 23, which shows a dual 
sided arrangement on a bottom gate 4 having a pair of drain electrodes 24 
laterally spaced from and on either side of a source electrode 22. Field relief 

25 of the source regions is provided by a field plate 44 and field insulator 42. 
Note that in this case the n+ polysilicon layer 85 is provided under both of the 
drain electrodes leaving the remainder of the polysilicon layer 70 undoped. 

The above embodiments use silicon thin films, but the skilled person will 
be aware of other thin film materials that may be useful. In particular, organic 

30 semiconductors (including polymer semiconductors) are of particular utility, 
since these can be deposited as thin films. Examples of suitable organic 
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semiconductors include polyalkyi thiophenes, to which good Schottky barriers 
have been demonstrated. 

The invention is not limited to thin-films and devices according to the 
invention may also be made on crystalline semiconductor substrates. Figure 
24 illustrates a monocrystalline p- substrate 90 having an n+ doped gate 
region 92. A silicon dioxide layer 94 and p doped silicon layer 96 are formed 
using a SIMOX process. This involves implanting oxygen ions at a depth in 
substrate 90 to form the oxide layer 94. A p+ implant 98 provides an ohmic 
contact for drain electrode 24. An oxide layer 100 lies across the p doped 
silicon layer 96, and defines a source contact hole 50 through which Schottky 
source electrode 22 contacts p doped silicon layer 96. The Schottky source 
electrode 22 overlies a region of the semiconductor body 96 which contains a 
shallow implant 6 to control the Schottky barrier height. 

Figure 25 shows a further embodiment, in which a silicide source 1 10 is 
defined on the top of substrate 90. Source insulator 52 defining source 
contact hole 50 is then deposited, followed by an undoped silicon layer 112 
formed using Solid phase epitaxy. An n+ implant 114 provides an ohmic 
contact with drain electrode 24, and a junction with semiconductor body 
region. Gate insulator 8 is arranged over the silicon layer 112, and a gate 4 is 
provided on top of that. It will be noted that the n+ implants forming drain 
contacts 114 can be autoaligned using the gate insulator and gate. 

Some further embodiments will now be described which exploit some of 
the advantages of a source gated transistor. 

Figure 26 illustrates an embodiment in which the source barrier is 
implemented as a bulk unipolar diode. The substrate 2, gate 4, gate insulator 
8 and semiconductor body layer 10 are implemented as in the embodiment of 
Figures 1 to 3. A unipolar diode structure 120 Is arranged above the gate 4 to 
form the source. The unipolar diode structure 120 includes a double diffused 
implant having a p+ acceptor implant 122 under an n++ donor implant 124, the 
latter here forming part of the source. Source contact 126 contacts the n-H- 
donor implant 124 and is insulated from from the body 10 by insulator 128. 




Drain contact 24 is laterally spaced from the source unipolar diode structure 
120. 

A further embodiment is shown in Figure 27, formed on substrate 2 with 
gate electrode 4 and insulator 8 over the gate electrode. In this arrangement, 
5 the body layer 10 has lateral regions: specifically a source body region 32 
doped n- connected to the source electrode 22, an n+ doped drain region 36 in 
contact with the drain electrode 24, and the rest of the body layer 10 being 
doped p type, thus forming intermediate region 34. In this way, a p-n junction 
is provided to the drain which blocks current when the gate is off. This means 

10 that the off-current can be very low even with a low source barrier. This 
structure is thus particularly suitable for a high-current device, for which a low 
barrier is likely to be required. 

Figure 28 illustrates a further embodiment in single-crystal silicon, in a 
device having opposed first and second major surfaces. A drain contact on 

15 the second (rear) major surface connects to an n+ or p- layer 2, and a bulk 
layer 134. Buried gates 4 having insulator 8 are provided at the upper (first) 
surface of the bulk layer: an n- body layer 10 is formed above this layer. A 
plurality of Schottky source contacts 22 are formed over the first major surface, 
in holes In insulating layer 1 32 that defines field plates 42 at the edges of the 

20 source contacts 22. the source contacts 22 are laterally aligned over the 
buried gates 4. The gates are arranged to influence the flow of electrons over 
the Schottky barrier between the source contact 22 and the body 10 and so 
control the current flow in the device. 

As will be seen, in this case the drain electrode is connected not directly 

25 to a drain region of the semiconductor body but through bulk layer 134 to the 
semiconductor body 10. 

This arrangement can act as a power semiconductor device. In the on- 
state the power dissipated by the device can be much smaller than a FET such 
as a DMOS because it can be operated with a lower drain voltage. 

30 From reading the present disclosure, other variations and modifications 

will be apparent to persons skilled in the art. Such variations and modifications 
may involve equivalent and other features which are already known in the 
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design, manufacture and use of transistors and which may be used in addition 
to or instead of features described herein. Although claims have been 
formulated in this' application to particular combinations of features, it should 
be understood that the scope of disclosure also includes any novel feature or 

5. any novel combination of features disclosed herein either explicitly or implicitly 
or any generalisation thereof, whether or not it mitigates any or all of the same 
technical problems as does the present invention. The applicants hereby give 
notice that new claims may be fomriulated to any such features and/or 
combinations of such features during the prosecution of the present 

10 application or of any further applications derived therefrom. 
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CLAIMS 

1 . An insulated gate transistor for conduction using charge carriers 
of a predetermined conductivity type, comprising: 

5 a semiconductor body layer (10); 

a source electrode (22) extending across a source region of the 
semiconductor body layer (10) defining a Schottky potential barrier between 
the source electrode (22) and the source region (32) of the semiconductor 
body layer, 

10 a drain electrode (24) connected to the semiconductor body layer; and 

a gate electrode (4) for controlling transport of carriers of the 
predetermined carrier type from the source electrode (22) to the source region 
(32) of the semiconductor body layer (10) across the barrier when the source 
region is depleted; 

15 wherein the gate electrode (4) is arranged in an overlapping relationship 

to the source electrode on the opposite side of the semiconductor body layer 
to the source electrode having a gate insulator layer (8) between the gate 
electrode and the semiconductor body layer; and 

the gate electrode (4) is spaced from the source electrode (22) by at 

20 least the combined full thickness of the semiconductor body layer (10) and the 
gate insulator (8) over the whole of the gate-controlled region of the Schottky 
barrier. 

2. An insulated gate transistor for conduction using charge carriers 
25 of a predetermined conductivity type, comprising: 

a semiconductor body layer (10) having a thickness of at least 10 nm; 

a source electrode (22) extending across a source region of the 
semiconductor body layer (10) defining a potential barrier between the source 
electrode (22) and a source region (32) of the semiconductor body layer, 
30 a drain electrode (24) connected to the semiconductor body layer; and 

a gate electrode (4) for controlling transport of carriers of the 
predetermined carrier type from the source electrode (22) to the source region 
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(32) of the semiconductor body layer (10) across the barrier when the source 

region is depleted; 

wherein the gate electrode (4) is arranged in an overlapping relationship 
to the source electrode on the opposite side of the semiconductor body layer 
to the source electrode having a gate insulator layer (8) between the gate 
electrode and the semiconductor body layer; and 

the gate electrode (4) is spaced from the source electrode by at least 
the combined thickness of the full thickness of the semiconductor body layer 
(10) and the gate insulator (8) over the whole of the gate-controlled region of 
the source barrier. 

3. A transistor according to any preceding claim including dopant 
impurities in the semiconductor body layer under the source electrode for 
controlling the effective barrier height. 

4. A transistor according to claim 3 wherein the dopant is a shallow 
implant of donor impurities to raise the effective barrier height to holes and to 
lower the effective barrier height to electrons. 

5. A transistor according to any preceding claim further comprising 
a field relief structure (42. 44. 38. 71) at the lateral edge of the source 
electrode facing the drain electrode. 

6. A transistor according to claim 5 wherein the drain electrode (24) 
is connected to a drain region (36) of the semiconductor body layer (10). the 
drain region (36) being spaced from the source region (32) by an intermediate 
region (34) of the semiconductor body layer (10), and 

the field relief structure is the intermediate region (34) of the 
semiconductor body layer between the source region (32) and the drain region 
(36), the intemnediate region being compensated. 
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7. A transistor according to claim 5 wlierein tlie drain electrode (24) 
is connected to a drain region (36) of the semiconductor body layer (10), the 
drain region (36) being spaced Uom the source region (32) by an intennedlate 
^ region (34) of the semiconductor body layer (10), and 
5 the field relief structure comprises an extension (44) to the source 

electrode extending laterally across at least part of the intermediate region 
(34), separated from the said part of the intermediate region by a field relief 
insulating layer (42). 

10 8. A transistor according to any preceding claim wherein the the 

drain electrode (24) is connected to a drain region (36) of the semiconductor 
body layer (10), the drain region (36) being spaced from the source region (32) 
by an intermediate region (34) of the semiconductor body layer (10), and 

the lateral extent of the intemriediate region (34) between the drain 

15 region and the source region is less than 5 micrometer. 

9. A transistor according to any preceding claim wherein the lateral 
extent of the gate electrode (4) towards the drain is overlapped wholly by the 
source electrode (22). 

20 

10. A transistor according to any preceding claim comprising a pair 
of drain electrodes (24) and corresponding drain regions (36) of the 
semiconductor body layer (10) laterally on either side of the source region (32). 

25 11. A transistor according to any preceding claim wherein the 

potential barrier has a barrier potential for the predetermined charge carrier 
type of between 0.25 times and 0.75 times the band gap of the semiconductor 
of the semiconductor body layer. 

30 12. A transistor according to claims 2 further comprising a 

heterojunction layer (82) between the source electrode and the semiconductor 
body layer forming the barrier. 
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13. A transistor according to any preceding claim wherein the 
semiconductor body layer (10) is a thin film of deposited semiconductor 
material . 

5 

14. A transistor according to any preceding claim wherein the 
semiconductor body layer (10) is of amorphous silicon. 

15. A transistor according to any of claims 1 to 13 wherein the 
10 semiconductor body layer (1 0) is of polysilicon. 

16. A transistor according to any of claims 1 to 13 wherein the 
semiconductor body layer (10) is of organic semiconductor. 

15 17. An insulated gate transistor for conduction using charge carriers 

of a predetermined conductivity type, comprising: 
a semiconductor body layer; 

a laterally-extending source electrode defining a lateral barrier at one 
major side of the semiconductor body layer; 
20 a drain electrode laterally spaced along the semiconductor body layer 

from the source electrode by an intermediate region of the semiconductor body 
layer; 

a gate electrode extending laterally on tha nppoditft major pAcia of the 

semiconductor body layer to the source electrode to define a gate-controlled 
25 region of the semiconductor body layer extending across the semiconductor 
body layer to the source barrier; 

a gate insulator layer between the gate electrode and the 
semiconductor body layer; and 

a field relief structure on the edge of the source region facing the drain 

30 region. 
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18. An insulated-gate transistor for conduction using charge carriers 
of a predetermined conductivity type, comprising: 

a semiconductor layer that provides a body portion of the transistor 
between a source of the said carriers and a drain for the said carriers; and 
5 an insulated gate including a gate electrode coupled to the body portion 

via an intermediate gate-dielectric layer; 

wherein 

the source comprises a barrier to the said carriers between a source 
electrode and the semiconductor layer so as to inhibit carrier flow from the 

10 source into the body portion except as controlled by the insulated gate; 

the source and the insulated gate are located at respective opposite 
major sides of the semiconductor layer in an opposed laterally-overiapping 
relationship which separates the source from the insulated gate by at least an 
intermediate thickness of the semiconductor layer; 

15 and the laterally-overlapping insulated gate is coupled to the source 

barrier via the intermediate thickness of the semiconductor layer so as to 
permit transistor conduction by controlled emission of said carriers across the 
source barrier by voltage applied between the gate and source electrodes 
upon depletion of the body portion across the intermediate thickness of the 

20 semiconductor layer from the insulated gate. 

19. A transistor comprising a source electrode on the opposite side 
of a semiconductor body layer to an insulated gate electrode, and a drain 
electrode connected to the semiconductor body layer, wherein the source 

25 electrode has a potential barrier to the semiconductor body layer, and source- 
drain current is controlled by the gate voltage upon depletion of a region of the 
semiconductor body layer adjacent to the source barrier by the application of 
suitable source-drain voltage and gate voltage. 

30 20. Use of a transistor according to any preceding claim, including 

applying a voltage between the source, gate and drain electrode to 
substantially deplete the whole of the source region (22) of the semiconductor 
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body layer in the region of the gate electrode and to cause carriers of the 
predetermined conductivity type to be emitted by the source electrode across 
the barrier and across the depleted source region to the drain region and then 
to the drain electrode. 

5 

21 . Use of a transistor according to any claim 20 including varying 
the source-gate voltage to vary the source-drain current. 

22. A transistor arrangement, comprising 
10 a substrate (2); and 

a plurality of transistors according to any of claims 1 to 19 distributed 
over the substrate. 

23. A transistor arrangement according to claim 22 including both n- 
15 type and p-type transistors according to any of claims 1 to 19. 

24. A transistor arranagement according to claim 23 wherein there Is 
a shallow implant of donor impurities under the barriers of p-type and n-type 
transistors to r^iise the effective barrier height to holes in the p-type transistors 

20 and to lower the effective barrier height to electrons in the n-type transistors. 



# 



25. A transistor circuit, including 

an insulated gate field effect transistor having a semiconrluntor hnriy 

layer (10), a source electrode (22) and a gate electrode (4) arranged in 

25 opposed relationship on opposite sides of the semiconductor body layer (10), 
with a barrier between the source electrode and the semiconductor body layer 
and a gate insulator (8) between the semiconductor body layer and the gate, 
and a drain electrode (24) connected to the semiconductor body layer (10); 
and 

30 a circuit (33, 35) arranged to apply voltages to source, gate and drain 

electrodes to deplete the semiconductor body layer in the region of the source 
electrode and to control the barrier height of the barrier by the source-gate 
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voltage to control the emission of carriers from the source electrode to the 
semiconductor body layer and hence to control the source-drain current by the 
source-gate voltage. 

26. A method of operating a transistor having a source electrode 
(22), a drain electrode (24), a semiconductor body layer (10) having a source 
region (32) in contact with the source electrode (22) and a drain region (36) in 
contact with the drain electrode (24), and an insulated gate (4) opposed to the 
source electrode (22), the method including: 

applying a voltage between the source, gate and drain to substantially 
deplete the whole of the source region of the semiconductor body layer and to 
cause carriers to be emitted by the source electrode across the barrier and 
across the depleted source region to the drain region and then to the drain 
electrode. 

27. A method according to claim 26 including holding the source- 
drain voltage at a value that depletes the source region and varying the 
source-gate voltage to control the current flowing from source to drain. 
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ABSTRACT 

TRANSISTOR 

. A transistor has a source electrode 22 on the opposite side of a 
semiconductor body layer 10 to a gate electrode 4 insulated from the body 
layer 10 by gate insulator 8. The source electrode 22 has a potential barrier to 
the semiconductor body layer 10, for example a Schottky barrier. At least one 
drain electrode 54 is also connected to the semiconductor body layer 10, A 
suitable source-drain voltage and gate voltage depletes the region of the 
semiconductor body layer adjacent to the source electrode 22, and then 
source-drain current is controlled by the gate voltage. 

[Figure 14] 
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Defects in the images include but are not limited to the items checked: 



□ IMAGE CUT OFF AT TOP, BOTTOM OR SIDES 

□ FADED TEXT OR DRAWING 

□ BLURRED OR ILLEGIBLE TEXT OR DRAWING 

□ SKEWED/SLANTED IMAGES 

□ COLOR OR BLACK AND WHITE PHOTOGRAPHS 

□ GRAY SCALE DOCUMENTS 

□ LINES OR MARKS ON ORIGINAL DOCUMENT 

□ REFERENCE(S) OR EXHIBIT(S) SUBMITTED ARE POOR QUALITY 

□ OTHER: 

IMAGES ARE BEST AVAILABLE COPY. 
As rescanning these documents will not correct the image 
problems checked, please do not report these problems to 
the IFW Image Problem Mailbox. 



BEST AVAILABLE IMAGES 




BLACK BORDERS 



